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PROCESSES

Pickling

Polishing

the

Reverse

Side

Oiling

the

Metal

Warming

the

Pitch

and

Metal

Placing

the

Metal

in the

Pitch

Holding

the

Repousse

Tool

Repousse

Removing
the
Metal
from the
Pitch

may have to be repeated several times before
all the pitch has been removed.
Clean the metal in pickle.

REPOUSSE

Rub the raised lines on the reverse side with
emery cloth or pumice powder to make the out-
line of the design stand out.

Warm the metal and oil the side that has been
worked.

Warm the pitch and metal as described above.

Place the metal on the pitch with the raised

lines of the design up.

Press the metal into the pitch as described

above.

These tools are held like the chasing tools but
not at an angle.

Beat back between the chased lines of the de-
sign with a repousse tool.
Remove the metal from the pitch as described
above.